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(54) Water-soluble electrically-conductive polyaniline and method for production thereof and 
antistatic agent using water-soluble electrically-conductive polymer 



(57) The water-soluble electrically-conductive poly- 
aniline of this invention is such that the aromatic rings 
of the skeleton thereof are substituted by an average of 
0.1-4 sulfonic acid (salt) groups and an average of 0 - 
3.9 H's or other substituents (providing that the total of 
the number of sulfonic acids (salts) and that of other sub- 
stituents is 4) per aromatic ring and 0.025 - 1 nitrogen 



atom of each of the nitrogen atoms in the main skeleton 
is doped with an external dopant. It is obtained by caus- 
ing polyaniline to react with chlorosulfuric acid and then 
subjecting the reaction product to hydrolysis. 

The antistatic agent of this invention is formed by 
using a water-soluble electrically-conductive polymer 
which has been doped with an external dopant. 
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Description 

This invention relates to a water-soluble electrically-conductive polyaniline and a method for the production thereof. 
The aqueous solution of the water-soluble electrically-conductive polyaniline is useful for preparing a connmercially 

s acceptable thin film by such a simple procedure as spin coating, dip coating, or bar coating. The water-soluble elec- 
trically-conductive polyaniline, therefore, can be utilized for various antistatic devices, transparent electrodes, shields 
against electromagnetic wave, photovoltaic elements, organic electroiuminescenct elements, organic electrochromic 
elements, corrosion inhibitors, semiconductor photocatalysts, photoresists, nonlinear optical materials, and the like. 
This invention further relates to an antistatic agent using a water-soluble electrically-conductive polymer. Theaque- 

10 ous solution of the antistatic agent is useful for preparing a commercially acceptable thin film with fast adhesiveness 
and high strength on polymer films, polymer fibers, and moldings of polymer resins by such a simple procedure as 
spin coating, dip coating, or bar coating. Further, the antistatic agent manifests an excellent antistatic effect even under 
low humidity. 

Firstly, since the dopedpolyaniline features stability as an electrically-conductive polymer and inexpenstveness of 

IS the raw materials, the development of the applications thereof to film electrodes, secondary batteries, capacitors, anti- 
static agents, shields against electromagnetic wave, etc. Is being promoted. However, Insoluble and infusible characters 
of polyaniline prevent easy formation or fabrication. The solubilization of the polyaniline, therefore, is significant from 
the commercial point of view. From the standpoint of handling In a factory, the water-solubility provides many advan- 
tages over the solubility against any other solvents. 

20 Secondly, since polymer films, polymer fibers, moldings of polymer resin, etc. are electric insulators, they lend to 

build-up static electricity to the extent of breaking electronic components, attracting dust, and possibly forming a source 
of fire, thuS; the solution of these issues Is essential. Heretofore, surfactants have been mainly used as antistatic agents 
therefor. Since surfactants shows Ionic conduction by moisture in the air, It is difficult to lower the surface resistance 
below 10^ (Ll/O) and keep the antistatic effect under the condition of tow humidity. 

25 The electron-conductive antistatic agent has been also known, whore carbon black, the fine powder of such a 

metal as aluminum, copper, or silver, and the fine powder of such a semiconductor as indium tin oxide or fluorine- 
doped tin oxide are dispersed as fillers in a general-purpose polymer. Using these fillers, however, causes such prob- 
lems that (1) fairly large amounts of fillers are required, (2) controlling the electric resistance are difficult because the 
electric resistance suddenly decreases at a certain amounts of their addition, (3) the filters gradually come out to the 

30 surface of a coating film with age and preventing the film from acquiring a smooth surface, (4) the film has interior 
transparency, and (5) strength of the coating film Is low. 

Though the electrically-conductive polymers have a bright prospect of solving these problems, they are generally 
at a disadvantage in being neither motdable nor processible because of their insolubility and infusibility. The doped 
polyaniline, among other electrically-conductive polymers, features stability In the air and inexpensiveness of the raw 

3S materials and suitability for the development of applications. Polyaniline is insoluble and Infusible, however, like other 
electrically-conductive polymers. Therefore, the solubilization of polyaniline is commercially significant. Using water to 
dissolve polyanitive provides many advantages for the cost and safely etc. compared to using organic solvents from 
the view points of handling in a factory. 

For the doped polyaniline which Is held as useful for film electrodes, secondary batteries, capacitors, antistatic 

40 agents, shields against electromagnetic wave, etc. and for the electrically-conductive polymers, particularly the doped 
polyaniline, which are held as useful for polymer films, polymer fibers, molding of polymer resin, etc., the necessity for 
improving the solubility of polyaniline in water has been finding recognition. 

For the purpose of Improving the solubility of polyaniline in water therefore, various methods for the introduction 
of a sulfonic group to the polyaniline have been proposed In recent years. Methods for polymerizing aminobenzene 

45 sulfonic acid as a monomer such as, for example, a method for synthesizing sulfonated polyaniline by electrochemically 
copolymerizing aniline with o- or m-amlnobenzene sulfonic acid (Journal of Japan Chemical Society, 1985, p. 1123 
and JP-A-02-166,165), a method for copolymerizing aniline with aminobenzene sulfonic acid by chemical oxidation 
(JP-A-01 -301 ,71 4 and JP-A-06-56,987), a method for sulfonating the copolymer of aniline with aminobenzene sulfonic 
acid and a derivative thereof (JP-A-05-1 8,989), a method for polymerizing o-, m-aminobenzene sulfonic acid by elec- 

so trochemicat oxidation (Glossary II of Lecture Prescripts of the 64th Autumnal Annual Meeting of Japan Chemical So- 
ciety, p. 706, 1992), and a method for polymerizing o-, m-aminobenzene sulfonic acid and a derivative thereof by 
chemical oxidation (JP-A-07-324,132 and JP-A-08-41 .320) have been known. 

Further, methods for introducing a sulfonic group Into the polyaniline through the medium of a sulfonating agent 
such aS; for example, a method for sulfonating an emeraldlne salt by the use of sulfuric anhydrideAriethyt phosphate 

ss complex (JP-A-61 -197,633), a method for sulfonating a undoped polyaniline (emeraldlne base) by the use of fuming 
sulfuric acid (W091 -06887, J. Am Chem. Soc., 1990, Vol. 112. p. 2800, J. Am. Chem. Soc., 1991, Vol. 113. p 2665), 
amethod for sulfonating a undoped polyaniline (emeraldlne base) in chlorosulfonic acid (Polymer. 1991, Vol. 33, p 
4410), and a method for sulfonating the polyaniline of a leucoemeraldine base with fuming sulfuric acid (J. Am. Chem. 
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Soc.. 1996. Vol. 118. p 2545) have been proposed. 

The method for copolymerizing aminobenzene sulfonic acid and a derivative thereof with aniline by electrochemical 
or chemical oxidation, however, is barely capable of introducing sulfonic groups at a ratio of one sulfonic group to five 
aromatic rings. The product of this method, therefore, has a problem In solubility because it is insoluble in water itself 

5 while it is slightly soluble in aqueous alkalis. Then, the method which furlher sulfonates such a copolymer is shown to 
introduce sulfonic groups at a ratio of slightly over one sulfonic group to two aromatic rings. The product of this method 
also has a problem in solubility because it is insoluble in water itself though it is soluble in aqueous alkalis. 

The method for polymerizing o-, m-aminobenzene sulfonic acid by electrochemically oxidation, in spite of the 
statement given in the specification to the effect that the method has produced a water-soluble electrically-conductive 

10 polymer, has such problems that the method is not suitable for the manufacture in a commercial scale because the 
polymerization is an electrode reaction and isolation of the product is difficult. When the method for polymerizing o-, 
m-aminobenzene sulfonic acid and a derivative thereof in an acidic solution by chemical oxidation or a basic solution 
by chemical oxidation is replicated by way of verification, it is found to yield a reddish brown oligomer and fail to form 
a sulfonated polyaniline in the state of an emeraldine salt as the repeating unit thereof. It is generally difficult to obtain 

15 a polyaniline of a high molecular weight with green color which is characteristic for the emeraldine salt by polymerizing 
an aniline monomer possessing a substituent. 

In the methods for introducing a sulfonic group by the use of a sulfonating agent, the method which sulfonates a 
polyaniline by the use of a sulfuric anhydrideAriethyl phosphate complex barely introduces sulfonic groups at a ratio 
of one sulfonic group to five aromatic rings. The compound produced by this method, therefore, show no solubility in 

20 water in the doped stale. The method of the sulfonation by the use of a fuming sulfuric acid attords a sell-doped 
polyaniline with sulfonic groups at a rate of one sulfonic group to two aromatic rings. The polyaniline, however, is 
insoluble in neutral to acidic aqueous solutions because the sulfonic groups are utilized for doping the aniline. It, there- 
fore, must react with an alkali to become soluble in the aqueous solutions. The polyaniline generally turns into an 
insulator when it reacts with an alkali. The self-doped polyaniline, therefore, does not fully satisfy needs of moldability 

25 and processibility because it must be redoped after the processing. 

The method of sulfonation by chlorosulfuric acid affords a self-doped polyaniline with four sulfonic groups per five 
aromatic rings. This polyaniline, however, is insoluble in neutral to acidic aqueous solutions because the sulfonic groups 
are utilized for doping the aniline and must react with an alkali to become soluble in the aqueous solutions. Thus, it is 
not suitable for processing. The method which sulfonates the polyaniline of a leucoemeraldine base with fuming sulfuric 

30 acid yields the polyaniline with three sulfonic groups per four aronnatic rings. Since this product is a self-doped one. it 
is only slightly soluble in water and is problematic in terms of solubility and processibility 

Further, in the methods of the sulfonation by the use of fuming sulfuric acid and chlorosulfuric acid mentioned 
above, since they use a large excess of the sulfonating agent relative to the amount of polyaniline. they have the 
problem for the disposable of a large amount of spent acid. 

35 As water-sotble polyanilines in the electrically conductive state, namely in the doped state, N-sulfonated polyaniline 

resulting from the chemical oxidative polymerization of diphenyl amine-4-sulfonic acid (Polymer, 1 993, Vol. 24, p. 1 58). 
N-propane sulfonic acid-substituted polyaniline resulting from the reaction of polyaniline with 1,3-propane sultone (J. 
Am. Chem. Soc.. 1994, Vol. 116, p. 7939 and J. Am. Chem. Soc, 1995, Vol. 117, p. 10055), and phosphonated poly- 
aniline resulting from oxidative polymerization of o-amino-benzyl phosphonic acid (J. Am. Chem. Soc, 1995, Vol. 117, 

40 p. 851 7) have been known. 

The isolation of the N-sulfonated polyaniline, however, is extremely complicated because the polymer possesses 
such high solubility as to necessitate high-speed centrifugation after the polymerization. Then, since the N-propane 
sulfonic acid-substituted polyaniline is a self-doped polyaniline and is insoluble in water in the doped state, it cannot 
be soluble in water in the doped state unless by a method of treating the aqueous solution of a sodium salt thereof 

45 with an ion-exchange resin. Thus, it has the problem of having no alternative but to use a very complicated procedure 
in terms processiblility. The phosphonated polyaniline has the problem of being unusually complicated from the com- 
mercial point of view because the production of the o-aminobenzyl sulfonic acid, the raw material for polymerization, 
requires several steps of reactions. 

A water-soluble polyaniline in the conducting state, namely in the doped state, a method for producing this poly- 

so aniline with a simple procedure, and an antistatic agent using such a water-soluble electrically-conductive polymer as 
the polyaniline have never been heretofore known to the art. 

The first object of this invention, therefore, is to provide a novel water-soluble electrically-conductive polyaniline 
and a method for the production thereof. 

The first object of this invention also resides in providing a polyaniline which is soluble in water in the slate having 

55 high electrical conductivity, namely in the doped stat , and a method for th productran ther of. 

The s cond object of this invention is to provide, by using preferably the nov I water-soluble electrically<;onductrve 
polyaniline (such as, for exampl . sulfonated polyaniline) mentbned above as a polymer soluble in water in the stat 
having high electrical conductivity, namely in the doped state, an antistatic agent with lower resistance which retains 
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the effect thereof even at and lower humidity than prevalent heretofore, exc Is in coating property and adhesiveness 
to a substrate, and enjoys fully satisfactory strength, transparency, and waterproofness after application to a surface 
The first object mentioned above is accomplished by the following items (1 ) - (5) and the second object mentioned 
above is accomplished by the following items (6) - (10). 

(1) A water-soluble electrically-conductive polyaniline, aromatic rings of the skeleton of which are substituted by 
an average of 0.1 - 4 SO3M compounds, wherein M represents at least one member selected from the class 
consisting of hydrogen atom, alkali metal atom, alkaline earth metal atom, and ammonium group, and also sub- 
stituted by an average of 0 - 3.9 R's, wherein R represents at least one member selected from the class consisting 
of hydrogen atom, halogen atom, alkyi group of 1 - 20 carbon atoms, alkoxy group of 1 - 20 carbon atoms, alkylthio 
group of 1 - 20 carbon atom, alkylamino group of 1-20 carbon atoms, carboxyt group, carboxylic ester groups 
having ester residue of 1 - 20 carbon atoms, nitro group, and cyano group, providing that the total of the number 
of SO3M and that of R is 4, per aromatic ring and 0.025 - 1 nitrogen atom of each of the nitrogen atoms in the main 
skeleton mentioned above is doped with an external dopant. 

(2) A water-soluble electrically-conductive polyaniline, characterized by exhibiting solubility (25°C) in water of not 
less than 0.5% by weight in the state having electrical conductivity of not less than 10-^ S/cm and being doped 
with an external dopant. 

(3) A water-soluble electrically-conductive polyaniline according to (1) or (2) above, wherein the externa! dopant 
is the anion of a protonic acid. 

(4) A method for the production of a water-soluble electrically-conductive polyaniline set forth in (1 ) above, char- 
acterized by subjecting polyaniline to hydrolysis after it has undergone a reaction with chlorosulfuric acid. 

(5) A method according to (4) above, wherein the polyaniline is doped in advance with a dopant. 

(6) A method according to (4) or (5) above, wherein the chlorosulfuric acid is used in an amount in the range of 
0.5 - 3 mols per mol of the aromatic ring in the skeleton of polyaniline. 

(7) An antistatic agent using a water-soluble electrically-conductive polymer doped with an external dopant. 

(8) An antistatic agent using a water-soluble electrically-conductive polymer, the aromatic rings of the skeleton of 
which polymer are substituted by an average of 0.1 - 4 SO3M compounds, wherein M represents at least one 
member selected from the class consisting of hydrogen atom, alkali metal atom, alkaline earth metal atom, and 
ammonium group, and also substituted by an average of 0 - 3.9 R's, herein R represents at least one member 
selected from the class consisting of hydrogen atom, halogen atom. alkyI group of 1 - 20 carbon atoms, alkoxy 
groups of 1 - 20 carbon atoms, alkylthio groups of 1 - 20 carbon atoms, alkylamino group of 1-20 carbon atoms, 
carboxyl group, carboxylic ester group having ester residues of 1 - 20 carbon atoms, nitro group, and cyano group, 
providing that the number of SO3M and that of R is 4, per aromatic ring and 0.025 - 1 nitrogen atom of each of the 
nitrogen atoms in the main skeleton mentioned above is doped with an external dopant. 

(9) An antistatic agent using a water-soluble electrically-conductive polymer, characterized by exhibiting solubility 
(25° C) in water of not less than 0.5% by weight in the state having electrical conductivity of not less than ia^ S/ 
cm and being doped with an external dopant. 

(10) An antistatic agent using a water-soluble electrically-conductive polymer set forth in any of (7) through (9) 
above, wherein the external dopant is the anion of protonic acid. 

(11) An antistatic agent using a water-soluble electrically-conductive polymer set forth in (7) above as mixed with 
a water-soluble or water-dispersible polymer. 

(12) An antistatic agent according to (11) above, wherein the water-soluble or water-dtspersible polymer is an 
acrylic polymer. 

The water-soluble electrically-conductive polyaniline of this invention can be converted, solely or as blended with 
a water-soluble resin, into a film by a simple method such as spin coating or dtp coating and can be utilized as an 
electrically-conductive thin film tor preventing static charging. By the method of this invention for the production of a 
water-soluble electrically-conductive polyaniline, an electrically -conductive polymer (preferably sulfonated polyaniline) 
'which, unlike the conventional polyaniline, manifests solubility in water in the state having high electrical conductivity 
namely in the doped state, can be obtained by a simple procedure. 

The antistatic agent of this invention uses an electrically-conductive polymer (preferably sulfonated polyaniline) 
which, unlike the conventional equivalent, manifests solubility in water in the state having high electrical conductivity, 
namely in the doped state. It can be mixed freely with water-soluble polymers of polyacrylic acid or with aqueous 
polymer emulsions such as acrylic polymer emulsions. From the aqueous solution containing the antistatic agent of 
this invention, therefore, thin films can be formed evenly on polymer films, polymer fibers, and molding of polymer resin 
by such a simple method as spin coating, dip coating, or bar coating. The surface resistance of such a thin film can 
be adjusted to any value in the range of lOSo/D - lO'"'' Q/D. The thin filmmanifests an outstanding effect in preventing 
static charging even under low humidity. The antistatic thin film mentioned above can be thermally hardened (insolu- 
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bilized) and the hardened thin film exhibit tully satisfactory adhesiveness to a substrate, strength, and wat e rp roof n ess. 

Fig. 1 is an FT-IR spectrum of an externally - doped sulfonated polyaniline of Example 1. 

Fig. 2 is an FT-IR spectrum of an externally - doped sulfonated polyaniline of Example 2. 

Fig. 3 is an FT-IR spectrum of a self -doped sulfonated polyaniline of a control. 
5 Fig. 4 is a diagram showing ultraviolet-visible radiatbn absorption spectrums of aqueous solutions obtained by 

neutralizing 10 ml of an aqueous solution containing sulfonated polyaniline of Example 1 in a concentration of about 
0.2 g/liter with 0. 2. 4, 6. 7, 8, 9, 10. 11, 12, 14, 16, 17, 18. 19. 20, 22, and 24 ml ot an aqueous 1 m.mol/liter sodium 
hydroxide solution and then diluting the resultant neutralized solutions with distilled water each to a total volume of 
100 ml. 

10 Fig. 5 is a diagram showing ultraviolet-visible radiatbn absorption spectrums of aqueous solutions obtained by 

neutralizing 10 ml of an aqueous solution containing sulfonated polyaniline of Example 1 in a concentration of about 
0.2 g/liter with 0, 2, 4, 6, 8, 10, 12, 14, 16, 17, 18, and 20 ml of an aqueous 1 m.mol/liter sodium hydroxide solution 
and then diluting the resultant neutralized solutions with distilled water each to a total volume of 100 ml. 

Fig. 6 is a diagram obtained by plotting the changes in the absorbance ot the Polaron band absorption (wavelength 
15 1 300 nm) possessed by the sulfonated polyaniline of Example against the amounts of sodium hydroxide added. 

Fig. 7 is a diagram obtained by plotting the results of neutralization titration of aqueous solutions containing samples 
of sulfonated polyaniline of Example 1 and Example 2 in a concentration of about 0.1 mot/liter with an aqueous 0.1 
mol/liter sodium hydroxide solution against the amounts of sodium hydroxide added. 

Fig. 8 is a diagram showing the relation between the surface resistance of a mixed film of sulfonated polyaniline 
20 v;ilh pGlyacpy!!C acid in Example 2 and the mjxing ratio (proportion of sulfonated polyaniline to the total amount of solids). 

The water-soluble electrically-conductive polyaniline which is one of the means for the accomplishing of the first 
object of this invention has the aromatic rings of the skeleton of polyaniline substituted by an average of 0.1 - 4 SO3M 
compounds and an average of 0 - 3.9 R's (providing that the total of the number of SO3M and that of R is 4) per aromatic 
ring and has 0.025 - 1 nitrogen atom of each of the nitrogen atoms in the skeleton (excluding the nitrogen atoms in the 
25 substitucnts) doped with an external dopant. 

Here, M in SO3M represents one member selected from the class consisting of hydrogen atom, alkali metal (such 
as. for example, sodium, potassium, and rubidium), alkaline earth metal (such as, for example, calcium and magnesi- 
um), and ammonium group. Among other members of the class mentioned above, hydrogen atom proves particularly 
preferable. 

30 Then, R represents at least one member selected from the class consisting of hydrogen atom, halogen atom, 

preferably chlorine atom, fluorine atom, or bromine atom, alkyi group of 1 - 20. preferably 1 - 8. carbon atoms, alkoxy 
groups of 1 - 20. preferably 1 - 8. carbon atoms, alkylthio groups of 1 - 20, preferably 1 - 8, carbon atoms, alkylamino 
groups of 1 - 20, preferably 1 - 8. carbon atoms, carboxyl group, carboxylic ester groups of 1 - 20. preferably 1 - 8. 
carbon atoms, nitro group, and cyano group. Among other members of the class mentioned above, electron donating 

35 groups such as hydrogen atom. alkyI groups, alkoxy groups, alkylthio groups, and alkylamino groups prove particularly 
preferable. 

Preferably, the average number of SO2M is 0.5 - 1 .5 and the average number of R is 2.5 - 3.5, on the condition 
that the total of the two numbers is 4. 

Further, 0.025 - 1, preferably 0.1 - 0.5, nitrogen atom of each of the nitrogen atoms in the main skeleton of the 
40 polyaniline is doped with an external dopant. 

The water-soluble electrically-conductive polyaniline according to this invention, in ternns of structural formula, 
comprises a repeating unit represented by the general formula (1) 



45 



so 




55 wh rein M and Rhav the same meanings as def in dabov .pr presents a vaiu In th range of 0. 1 - 4, q represents 
a value in the rang of 0 - 3.9 (providing that p + q = 4). X represents th anion of a protonic acid, and n r pres nts 
the valency of the anion, which is generally 1 - 3, preferably 1 or 2, as an ess ntial component and a repeating unit 
r presented by the formula (2) and/or (3) 
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2B as an optional component. 

As typical exannples of the anion of a protonic acid, such anions of 1 - 3 valencies as chlorine ion, bromine ion, 
Iodine ion, nitric acid ion, sulfate ion, phosphate ion, borofluoride ion, perchlorate ion, thiocyanate ion, acetate ion, 
propionate ion, p-toluene sulfonate ion, trifiuoroacetate ion, and trifluoromethane sulfonate ion may be cited. Among 
other anions mentioned above, anions of one to two valencies prove particularly preferable. 

30 The degree of polymerization of the water-soluble electrically-conductive polyantline according to this inventbn is 

in the range of 2 - 10,000. preferably 20 - 1 ,000. 

The sulfonated potyaniline which is obtained as a typical example by this invention is found by elementary analysts 
to have a nitrogen/sulfur ratio in the range of 4/4 - 4/3, indicating that it incorporates therein 3 - 4 sulfonic acid groups 
per 4 aromatic rings. It has the chloride ion thereof doped at a doping ratio in the range of 50 - 100%. Unlike the setf- 

35 doped polyaniline disclosed in W091 -06887, it is an externally-doped polyaniline. 

The method for the production of a water-soluble electrically-conductive polyaniline which constitutes another 
means for accomplishing the first object of this Invention is characterized by causing polyaniline to react with chloro- 
sulfuric acid and then subjecting the reaction product to hydrolysis. Now, the method for the production of the water- 
soluble electrically-conductive polyaniline according to this invention will be described below. 

40 This method of production comprises stirring and dispersing polyaniline in an organic solvent and heating the 

stirred mixture and meanwhile adding chlorosulfuric acid thereto and consequently subjecting the aromatic rings in the 
skeleton of polyaniline to chlorosulfation. The resultant chlorosulfonyl polyaniline, when further hydrolyzed in water, 
produces a sulfonated polyaniline which manifests solubility in water and possesses high electrical conductivity. 

The polyaniline as the raw material may be either in the doped state {emeraldine salt) or in the undoped state 

45 (emeraldine base). The dopant for the emeraldine salt can be chosen from any of the protonic acids such as, for 
example, hydrochloric acid, sulfuric acid, nitric acid, borofluoric acid, perchloric acid, amidosulfuric acid, p-toluene 
sulfonic acid, acetic acid, and propionic acid. In order to reduce one-step, namely, undoping step, it is proper to use 
the polyaniline in the doped state (emeraldine salt). In either of the cases mentioned above, the greater part of the 
external dopant is the hydrochloric acid which is produced by the hydrolysis of chlorosulfonyl group, though part thereof 

so possibly contains either the dopant of the polyaniline as the raw material or the sulfuric acid produced by the hydrolysis 
of excess chlorosulfuric acid. This phenomenon may be explained by that the hydrochloric acid induces ion exchange 
because it is most powerful in the relevant acids and possesses a great ability to supply protons. The failure of the 
self -doping action to occur in this case may be explained by the fact that the benzene sulfonic acid Is a weak acid as 
compared with the hydrochloric acid. The polyaniline and the derivative thereof which are used as the raw materials 

ss may be obtained by electrochemical or chemical oxidative polymerization of aniline and o-, m-substituted aniline. Since 
the electrical conductivity of the raw materials affects the electrical conductivity of the sulfonated potyaniline as the 
final product, it is proper to use polyaniline which has as high electrical conductivity as permissible. The polyaniline of 
this description is preferred to be an emeraldine salt from of unsubstituted polyaniline. Appropriately, the emeraldine 
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salt from of polyanilin is obtained by doping an emeraldine base form of polyaniline with a protonic acid. The emeradine 
base is represented by the general formula (4) 



5 




(wherein y = 0.5) having a reducing unit (phenylene diamine skeleton) and an oxidizing unit (quinone imine skeleton) 
in an approximate ratio of 1 : 1 . 

The method for producing an emeraldine salt form of polyaniline is generally known in two types, one is electro- 
ns chemical oxidative polymerization and the other is chemical oxidative polymerization using an oxidizing agent. From 
the commercial viewpoint, the method of chemical oxidative polymerization which uses an oxidizing agent favorablly 
used. The chemical oxidative polymerization of polyaniline is effected by adding to the acidic or basic solution of aniline 
or a derivative thereof an oxidizing agent and stirring them together. 

The oxidizing agent to be used in this chemical oxidative polymerization is only required to be capable of oxidizing 
20 aniline. As ty pica I examp les of th is oxidiz in g agent . pe rsu If ales s u ch as ammon iu m pe rs u ! f al e , pe rs u I f u ric ac id , sod i um. 
persulfate, and potassium persulfate, hydrogen peroxide, and secondary iron chloride may be cited. Among other 
oxidizing agents cited above, persulfates represented by ammonium persulfate prove particularly favorable. The 
amount of the oxidizing agent to be added is in the range of 0. 1 - 5 mols. preferably 0.5-1 mol, per mol of the monomer 

As typical examples of the polymerization solvent, water, methanol, ethanol, isopropanoi, acetonitrile, dimethyl 
25 f ormamide, acetone, 2-butanone. and dimethyl acetaldehyde may be cited. Among other polymerization solvents men- 
tioned above, water and methanol prove particularly favorable. 

The reaction temperature of the polymerization is proper in the range of -15" - 70°C. preferably in the range of 
-10° - 20°C. If the reaction temperature deviates from the range mentioned above, the electrical conductivity will tend 
to be unduly low. 

30 The amount of the chlorosulfuric acid to be used in the reaction of sulfonation of polyaniline mentioned above in 

the process for the production of a water-soluble electrically-conductive polyaniline according to this invention is in the 
range of 0.5 -10 mols, preferably 0.5 - 3 mols. per mol of the aromatic rings of the polyaniline. If the amount of the 
chlorosulfuric acid is less than 0.5 mol per mol of the aromatic rings of the polyaniline, the reaction will result in intro- 
ducing not more than one sulfonic group per two aromatic rings and the solubility in water will be unduly low. If the 

3S amount of chlorosulfuric acid exceeds 3 mols per mol of the aromatic rings of the polyaniline. the reaction will result 
in introducing sulfonic groups excessively and the conductivity will tend to be unduly low in spite of an increase in the 
solubility. 

The solvent to be used in the reaction is only required to be incapable of reacting with the chlorosulfuric acid. As 
typical examples of the solvent which is effectively used herein, carbon disulfide, carbon tetrachloride. 1 ,1 ,2,2-tetra- 

^0 chloroelhane. 1 .2-dichloroethane. chloroform, and dichloroethane may be cited. Among other solvents mentioned 
above. 1 , 2-dichloroethane and 1 , 1 ,2,2-tetrachloroethane prove particularly favorable because of their high compatibility 
with chlorosulfuric acid. The total amount of the solvent and the polyaniline to be used in the reaction is in the range 
of 1 - 30% by weight, preferably 2 - 10% by weight. If this amount deviates from the range mentioned above, the 
etticiency of the reaction will tend to be unduly low. The reaction temperature of the sulfonation is proper in the range 

^5 ol -20° - 200°C. preferably 20** - 150**C, and particularly preferably 40' - 140**C. If the temperature deviates from the 
range mentioned above, the conductivity will tend to be unduly low. 

The amount of the chlorosulfonated polyaniline to be added to the aqueous solvent in the hydrolysis is proper in 
the range of 0.1 - 10% by weight, preferably 0.5 - 5% by weight. If this amount deviates from the range mentioned 
above, the efficiency of the reaction will tend to be unduly low. The reaction temperature in this case is proper in the 

so range of 20° - 1 20°C, preferably 60° - 1 20°C. If this temperature Is lower than 20°C, the efficiency of the reaction will 
tend to be unduly low. 

The water-soluble electrically-conductive polyaniline (sulfonated polyaniline) according to this invention which con- 
stitutes yet another means for the accomplishment of the first object of this invention, in the state having electrical 
conductivity of not less than 10-6 S/cm, preferably not less than 10*^ S/cm, manifests solubility In water (25°C) of not 
55 less than 0.5% by w ight. pref rabty not less than 3% by weight. 

The high solubility in water which Is manifest d by the sulfonated polyaniline of this invention in th state having 
high electrical conductivity, namely in the doped state. Is ascribable to the fact that when the M in the -SO3M group 
Introduced in the polyaniline chain comprises substantially wholly of H, the proton in th© -SC^H group avoids being 
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consumed in self-doping and persists in a tree stat and, th r fore, can be dissociated in water. This ascription is 
verified by the following fact. In the first place, the I R absorption which is absent for the self -doped sulfonated polyaniline, 
namely a broad spectrum around 2500 - 3700 cm""" due to the -O-H stretching vibration of the -SOaH group, is observed 
for of the sulfonated polyaniline of this invention. 
5 In the second place, when the change in the visible absorption spectrum is traced while the neutralization of sul- 

fonated polyaniline with an alkali is continued, the visible absorption spectrum shows no change while the amount of 
the alkali added is small, begins to show a rapid change when the amount reaches a certain level, and finally levels 
off to a fixed spectrum. This fact indicates that at first solely the neutralization of the -SO3H group occurs and then the 
undoping follows. In the third place, the curve of neutralization titration shows two end points due to the neutralization 
10 of the -S03H group and the undoping thereof and the number of -SO3H groups and the doping ratio which are estimated 
from the two end points fall within the theoretically accepted ranges. 

The substitution of M in the -SO3M group which is introduced into the skeleton of sulfonated polyaniline of this 
invention with an alkali metal atom, an alkaline earth metal atom, or an ammonium group can be accomplished by first 
synthesizing a sulfonated polyaniline having hydrogen atom as the substituent, M, and then neutralizing the sulfonated 
15 polyaniline with an alkali thereby effecting ion exchange or carrying out the hydrolysis of the chlorosulfonyl group in 
an alkali. If the alkali in this case happens to be in an excess amount, the excess will induce an undoping action and 
possibly result in total loss of conductivity. The amount of the alkali, therefore, must be controlled so as to prevent the 
undoping action from being thoroughly completed. Preferably, not less than half of the M is hydrogen atom. 

The sulfonated polyaniline of this invention manifests high solubility in water. The aqueous solution thereof, when 
applied to a substrate by the technique of spin coating, bar coating, or dip coating, readily produces a electrically- 
conductive film. For the sake of addition to strength, it may be used in a form blended with a commercially available 
water-soluble polymer. As typical examples of the water-soluble polymer which is usable for the blending, poly(acry!ic 
acid), poly(vinyl alcoho), poly(styrene sulfonic acid), poly(vinyl sulfonic acid). poly{2-acrylamide-2-methyl propane sul- 
fonic acid), polyallylamine, and polyethylenimine may be cited. Particularly, such acidic polymers as poly(acr7lic acid). 
25^ I poly(styrene sulfonic acid), poly(vinyl sulfonic acid), and poly(2-acrytamido-2-mothyl propane sulfonic acid) which avoid 
/A j inducing polyaniline to undergo undoping are particularly favorably used. In all the polymers mentioned above, poly 
/ (acrylic acid) can be used most favorably because it manifests high compatibility with the sulfonated polyaniline of this 
invention when it is blended therewith and forms a transparent film. 

The electrical conductivity of polyaniline and that of the sulfonated polyaniline of this invention can be determined 
30 by performing the four-probe DC method on a sample of compressed pellets or on a sample of film obtained by coating 
from the aqueous solution. The surface resistance of an antistatic film obtained by coating from the aqueous solution 
of a resin composition produced by blending the sulfonated polyaniline of this invention with a general-purpose aqueous 
solution polymer is determined by performing the two-probe method on a film sample with a vacuum deposited gold 
electrode. 

35 The antistatic agent which constitutes the means for accomplishing the second object of this invention is produced 

by using a water-soluble electrically-conductive polymer which is doped with an external dopant. 

The expression that the water-soluble electrically-conductive polymer to be used in the antistatic agent of this 
invention is "soluble in water" indicates that the solubility of the polymer in water is not less than 0.01%, preferably not 
less than 0.5%. 

40 As typical examples of the water-soluble electrically-conductive polymer to be used in the antistatic agent of the 

present invention, water-soluble electrically-conductive polypyrrole, water-soluble electrically-conductive polythi- 
ophene. water-soluble electrically-conductive polyparaphenylene. water-soluble electrically-conductive poly(paraphe- 
nylene vinylene), and water-soluble electrically-conductive polyaniline may be cited. To acquire an addition to the sol- 
ubility in water, the water-soluble electrically-conductive polymers mentioned above are preferred to be of the externally 

45 doped one over the self-doped one. In all the externally doped water-soluble electrically-conductive polymers, the 
extemally doped water-soluble electrically-conductive polyaniline is used most advantageously in terms of stability in 
the air. The externally doped water-soluble electrically-conductive polyaniline mentioned above equals the water-sol- 
uble electrically-conductive polyaniline which constitutes the means for accomplishing the first object of this invention. 
The description concerning the externally doped water-soluble electrically-conductive polyaniline, therefore, will be 

50 omitted herein below because it overlaps with the contents of the water-soluble electrically-conductive polyaniline and 
the method for the production thereof which have been described above. 

As typical examples of the substrate for the application of the antistatic agent of this invention, polymer film, polymer 
fibers, moldings of polymer resin, paper, and glass may be cited. Among other substrates mentioned above, the polymer 
film proves particularly favorable. As typical examples of the polymer film, polyester films such as poly(ethylene tereph- 

55 thalate) may be cited. The polyester film is extensively used as the bases for an overhead projector she t. a video 
tape, an audio tape, a computer tape, and a floppy disk, for example. 

For the application of the antistatic agent of this invention to the substrate, such techniques as spin coating, bar 
coating, gravure coating, kiss coating, blade coating, roll coating, and dip coating can be used. 
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Since the water-soluble elect rically-ccwiductive polymer to be used in the antistatic agent of this invention manifests 
high solubility in water, the aqueous solution solely of the polymer can be directly applied to the substrate. It may be 
used, when necessary for the sake of being improved in coating property, adhesiveness to the substrate, and strength 
and waterproofness of the produced coat, as blended with a water-soluble polymer or an aqueous polymer emulsion 

5 (water-dispersibie polymer). The mixing ratio of the water-soluble polymer or the aqueous polymer emulsion to the 
total amount of the water-soluble electrically-conductive polymer is in the range of 0.01 - 0.99, preferably 0.1 - 0.9. 

As typical examples of the water-soluble polymer mentioned above, homopolymers such as poly( ethylene glycol), 
poly(vinyl pyrrolidone). poly(vinyl alcohol). poly(acryl amide), poly(sodium acrylate), poly(acrylic acid), poly(2-acryla- 
mide-2-methyl propane sulfonic acid), poty(sodium styrene sulfonate), poly(styrene sulfonic acid). poly(vinyl sulfonic 

10 acid), polyallylamine. and polyethylenimine and copolymers containing such components may be cited. As typical 
examples of the aqueous polymer emulsion mentioned above, such aqueous acryl emulsions as are obtained by (co) 
polymerizing acrylic acid, methacrylic acid, methyl acrylate, methyl methacrylate, ethyl acrylate, ethyl methacrylate, 
propyl acrylate. propyl methacrylate, butyl acrylate. butyl methacrylate, hexyl acrylate. hexyl methacrylate, octyl acr- 
ylate, octyl methacrylate, hydroxyl acrylate. hydroxyl methacrylate. cyclohexyl acrylate, and cyclohexyl methacrylate 

15 may be cited. 

For the purpose of enabling the antistatic agent of this invention to acquire lower resistance, such acidic polymers 
\l of poly(acrylic acid), poly(2-acrylamide-2-methyl propane sulfonic acid). poly(styrene sulfonic acid), and poly(vinyl sul- 
I fonic acid) which avoid inducing the water-soluble electrically-conductive polymer to undergo a undoping action are 
/ used particularly properly among other water-soluble polymers enumerated above. Satisfactory results are obtained 
^o ' jikevyise by using aqueous aery! emulsions. 

For the purpose of improving the sulfonated poiyaniline in coating property to a polyester film and transparency 
of the produced coat, the aqueous acryl emulsions of poly(vinyl alcohol), polyacrylamide. and poly(acrylic acid) can 
be used particularly favorably because of their high compatibility with the sulfonated poiyaniline among other polymers 
for blending enumerated above. 
25 The antistatic agent of this invention, depending on the purpose for which it is used, must be insolubilized after 

being applied to a surface so as to retain adhesiveness and strength enough to resist separation even by scratching 
from the substrate. The antistatic agent of this invention, whether it is formed solely of a water-soluble electrically- 
conductive polymer or it is formed of the polymer as blended with other water-soluble polymer, can be insolubilized by 
cross-linkage. For the purpose of enabling the antistatic agent, after being cross-linked, to secure adhesiveness and 
30 strength enough to resist separation by scratching from the substrate, the antistatic agent is preferred to be used as 
blended with poly(acryllc acid) in particular. The cross-linking agent to be used herein is only required to be capable 
of reacting with the sulfonic group of the sulfonated poiyaniline and/or such functional group as carboxyl group, sulfonic 
group, hydroxyl group, or amino group in the polymer for blending. As typical examples of the cross-linking agent, such 
epoxy compounds as aikylene glycol diglycidyl ethers may be cited. The amount of the cross-linking agent to be added 
35 is in the range of 0.1 - 10%. preferably 0.5 - 3%, based on the amount of the solids of the antistatic agent. The cross- 
linkage is preferred to be performed at a temperature in the range of 150** -200**C for several minutes. 

For the purpose of satisfying the various conditions including the low resistance, the transparency of the produced 
coat, the coating property to a polyester film^ and the adhesiveness and strength due to the insolubilization after the 
application to a surface mentioned above, the water-soluble electrically-conductive (sulfonated) poiyaniline is preferred 
40 to be used as blended with polyacrylic acid. The conditions mentioned above also can be fulfilled by using an aqueous 
acrylic emulsion. 

Properly, the poly(acrylic acid) has such a high average molecular weight as falls in the range of 1 ,000 - 1 .000,000, 
preferably 250.000 - 1 ,000,000. The high molecular weight is preferred because the aqueous solution of the antistatic 
agent acquires high viscosity and manifests a high coating property to the polyester film. Since the polyester film 

45 generally assumes hydrophobicity. it repels the aqueous solution. For this aqueous solution to be perfectly applied to 
the polyester film, therefore, it requires use of such an additive as a fluorine based surfactant which has a strong action 
of lowering surface tension. When the aqueous solution is used as blended with the poly(acrylic acid) of a high molecular 
weight, however, the necessity for the surfactant is obviated because of the action of the polyacrylic acid to enhance 
viscosity. Another advantage which is derived from using a poly(acrylicacid) having a high molecular weight of not less 

so than 250.000 is the fact that the aqueous solution is thermally Insolubilized to the extent of manifesting fully satisfactory 
adhesiveness and strength even in the absence of a cross-linking agent This improvement may be logically explained 
by a supposition that the molecular weight of the polyacrylic acid of the high molecular weight is further increased by 
the application of heat. The temperature of the heating for causing the insolubilization is in the range of ISO" - 300*C; 
preferably 180** - 220<*C and the time of this heating is in the range of 1 - 3 minutes. These conditions prove advanta- 

ss geous because th y do not cause any change in the lectrical resistance of th appli d coat. If th h ating is continued 
for a p riod exceeding the upp r limit of the range mention d abov , it will caus an undue increase in the electrical 
resistance. 

When the aqueous solution of the antistatic agent is us d as blended with an aqueous acryl emulsion, it can b 
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applied to the polyester film without requiring any other additive. The applied layer of the aqueous solution, on being 
heated at a temperature in the range of 80° - 1 20°C for several minutes, forms a coating which excels in adhesiveness 
and strength. 

The mixing ratio of the water-soluble electrically-conductive polymer to the polyacrylic acid or the aqueous acrylic 
s emulsion is preferred to be such that the ratio of the polyacrylic acid or the aqueous acrylic emulsion to the total amount 
of the sulfonated polyaniline falls in the range of 0.01 - 0.95, preferably 0.5 - 0.8. 

The surface resistance of the film to which the antistatic agent of this invention is applied is detemnined by per- 
forming the two-probe method on a film sample with a vacuum deposited metallic electrode. The adhesiveness of the 
antistatic agent to the substrate is determined by pasting an adhesive cellophane tape to the sample film and peeling 
10 it from the sample and examining the tape to find the amount of the sample remaining on the tape. The strength of the 
coating after being hardened is judged by scratching the surface of the coating with nails and finding whether or not 
the scratching causes separation of the coating. 

Now, this invention will be described more specifically below with reference to working examples. 

15 Example 1 

To 300 ml of an aqueous solution containing hydrochloric acid in a concentration of 1 .2 mols/liter, 28 g of aniline 
was added dropwise and stirred. The resultant solution was cooled to 0*C. A solution of 30 g of ammonium persulfate 
in 60 ml of deionized water was added dropwise to the former solution over a period of 30 minutes. After completion 

20 of the dropwise addition, the solution consequently formed was stirred at 0**C for 5 hours. The produced green precip- 
itate was separated by filtration. The filtrate was washed with deionized water until the color thereof ceased to exist. 
It was further washed with methanol until the color vanished. The dry weight of the product was 1 2.5 g. 

The polyaniline consequently obtained was formed in pellets and tested for electrical conductivity by the four-probe 
method. The electrical conductivity was found to be 2.02 S/cm. 

25 In 50 ml of 1 ,1 ,2,2-tetrachloroethane (hereinafter referred to as "TCE"), 1 g of the produced polyaniline was dis- 

persed and heated to 85**C. A solution of 2.4 g (about 2 mols) of chlorosulf uric acid in 6 ml of TCE was dropwise added 
thereto. After completion of the dropwise addition, the resultant solution was heated and stirred at 85**C for 5 hours. 
The hot solution was cooled to room temperature and filtered to extract the reaction product. The reaction product was 
washed with chloroform. It was air-dried and then dispersed in 50 ml of deionized water, and refluxed by application 

30 of heat for 4 hours. The green solution consequently obtained was filtered to remove insoluble components. The filtrate 
was concentrated by the use of a rotary evaporator and then induced by the addition of acetone to form a green 
precipitate. The precipitate was separated by filtration and washed with acetone. The product was found to have a dry 
weight of 1 .4 g. 

This product was found by elementary analysis to comprise 4.11% of H, 32.86% of C, 7.02% of N, 14.46% of S, 
35 and 4.57% of CI and possess a compositional formula, C24H3eN4 4O20S4CI1 ^ . It had a sulfur to nitrogen (S/N) ratio of 
0.91. On the assumption that all the sulfur atoms present in the produced polyaniline originated from the introduced 
sulfonic groups, the polyaniline is substituted by not less than 9 sulfonic groups per 10 aromatic rings thereof. On the 
assumption that all the ion pairs were those of Cr. it follows that the doping ratio was 0.25 (50%). 

When the product was tested for solubility in water at 25^0, the solubility was found to be 8.1% by weight. 
40 The produced sulfonated polyaniline was formed in pellets and tested for electrical conductivity by the four-probe 

method The electrical conductivity was consequently found to be 1 .99 x 10-^ S/cm. 

Example 2 

45 A dispersion of 9 g of the polyaniline obtained in Example 1 in 270 ml of 1,2-dichloroethane was heated to 85°C. 

A solution of 21 .8 g (about 2 equivalent mols) of chlorosulf uric acid in 1 5 ml of 1 ,2-dichloroethane was added dropwise 
thereto. After completion of the dropwise addition, the resultant solution was heated and stirred at 85°C for 5 hours. 
The hot solution was cooled to room temperature and then filtered to separate the reaction product. The reaction 
product was washed with chloroform. It was air-dried, dispersed in 400 ml of deionized water, and refluxed by application 

so of heat for 4 hours. The produced green solution was filtered to rennove the insoluble components. The filtrate was 
concentrated by the use of a rotary evaporator and induced by the addition of acetone to form a green precipitate. The 
precipitate was separated by filtration and washed with acetone. The dry weight of the product was 12.0 g. 

This product was found by elementary analysis to comprise 3.52% of H, 49.24% of C, 8.28% of N, 13.78% of S, 
and 2.99% of CI and possess a compositional formula, C24H30N4 3O15S3 2CI0 7. It had an S/N ratio of 0.73. On the 

55 assumption that all the sulfur atoms present in the produced polyaniline originated from the introduced sulfonic groups, 
the polyaniline is substituted by slightly less than 3 sulfonic groups per 4 aromatic rings. On the assumption that all 
the ion pairs were those of CI*. it follows that the doping ratio was 0.17 (35%). 

When the product was tested for solubility in water at 25**C. the solubility was found to be 4.7% by weight. 
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The produced sulfonated polyaniline was formed in pellets and tested for electrical conductivity by the four-probe 
method. The electrical conductivity was consequently found to be 5.72 x 10"^ S/cm. 

Example 3 

5 

To 300 ml of an aqueous solution containing hydrofluoric acid in a concentration of 1 .2 mols/liter, 28 g of aniline 
was added dropwise and stirred. The resultant solution was cooled to 0**C. A solution of 30 g of ammonium persulfate 
in 60 ml of deionized water was added dropwise to the former solution over a period of 30 minutes. After completion 
of the dropwise addition, the solution consequently formed was stirred at 0**C for 5 hours. The produced green precip- 
10 itate was separated by filtration. The filtrate was washed with deionized water until the color thereof ceased to exist. 
It was further washed with methanol until the color vanished. The dry weight of the product was 1 5.8 g. 

The polyaniline consequently obtained was formed in pellets and tested for electrical conductivity by the four-probe 
method. The electrical conductivity was found to be 4.60 S/cm. 

In 1 50 ml of TCE. 2.8 g of the produced polyaniline was dispersed and heated to 85**C. A solution of 8.8 g (about 
IS 2.5 equivalent mols) of chtorosulfuric acid in 30 ml of TCE was dropwise added thereto. After completion of the dropwise 
addition, the resultant solution was heated and stirred at BS^'C for 5 hours. The hot solution was cooled to room tem- 
perature and filtered to extract the reaction product. The reaction product was washed with chloroform. It was air-dried 
and then dispersed in 150 ml of deionized water, and refluxed by application of heat for 4 hours. The green solution 
consequently obtained was filtered to remove insoluble components. The filtrate was concentrated by the use of a 
20 rotary svaporalorand then induced by the additiGPrGf aGstGns to form agresn precipitate^ The precipitate was separated 
by filtration and washed with acetone. The product was found to have a dry weight of 1 .4 g. 

This product was found by elementary analysis to comprise 3.58% of H, 36.29% of C. 7.43% of H, 14.90% of S, 
and 5.94% of CI and possess a compositional formula. C24H28N4O30S3 gCI^ 5. It had an S/N ratio of 0.95. On the 
assumption that alt the sulfur atoms present in the produced polyaniline originated from the introduced sulfonic groups. 
25 the polyaniline is substituted by nearly one sulfonic group per aromatic ring thereof. No fluorine atom was detected in 
the polyaniline. This fact indicates that all the ion pairs of BF4- in the raw material were exchanged with Ct'. The doping 
ratio, therefore, was found to be 0.375 (75%). 

When the product was tested for solubility in water at 25*'C, the solubility was found to be 9.1% by weight. 

The produced sulfonated polyaniline was formed in pellets and tested for electrical conductivity by the four-probe 
30 method. The electrical conductivity was consequently found to be 5.38 x 10"® S/cm. 

Example 4 

To 300 ml of an aqueous solution containing sulfuric acid in a concentration of 1.2 mols/liter 28 g of aniline was 

35 added dropwise and stirred. The resultant solution was cooled to 0**C. A solution of 30 g of ammonium persulfate. in 
60 ml of deionized water was added dropwise to the former solution over a period of 30 minutes. After completion of 
the dropwise addition, the solution consequently formed was stirred at 0°C for 5 hours. The produced green precipitate 
was separated by filtration. The filtrate was washed with deionized water until the color thereof ceased to exist. It was 
further washed with methanol until the color vanished. The dry weight of the product was 14.9 g. 

40 The polyaniline consequently obtained was formed in pellets and tested for electrical conductivity by the four-probe 

method. The electrical conductivity was found to be 0.89 S/cm. 

In 50 ml of TCE. 1.1 g of the produced polyaniline was dispersed and heated to 85'*C. A solution of 2.5 g (about 
2 equivalent mols) of chlorosulf uric acid in 6 ml of TCE was dropwise added thereto. After completion of the dropwise 
addition, the resultant solution was heated and stirred at 85''G for 5 hours. The hot solution was cooled to room tem- 

45 perature and filtered to extract the reaction product. The reaction product was washed with chloroform. It was air-dried 
and then dispersed in 50 ml of deionized water, and refluxed by application of heat for 4 hours. The green solution 
consequently obtained was filtered to remove insoluble components. The filtrate was concentrated by the use of a 
rotary evaporator and then induced by the addition ol acetone to form a green precipitate. The precipitate was separated 
by filtration and washed with acetone. The product was found to have a dry weight of 1 .4 g. 

so This product was found by elementary analysis to comprise 3.72% of H, 38.80% of C, 7.68% of H, 15.62% of S, 

and 2.00% of CI and possess a compositional formula, C24H38N4O21 S^Cl^ . It had an S/N ratio of 1 .0. On the assumption 
that all the sulfur atoms present in the produced polyaniline originated from the introduced sulfonic groups, the poly- 
aniline is substituted by one sulfonic group per aromatic ring thereof. On the assumption that all the bn pairs were 
those of CI*, it follows that the doping ratio was 0.25 (50%). 

55 When the product was test d for solubility in water at 25**C, the solubility was found to be 8.8% by weight. 

Th produced sulfonat d polyaniline was formed in pellets and t sted for electrical conductivity by th four-probe 
method. The electrical conductivity was consequently found to be 6.25 x 10^ S/cm. 
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Control 

A self -doped polyaniline was prepared by the method disclosed in W091 -06887. In 40 ml of fuming sulfuric acid, 
0.2 g of the polyaniline in the undoped state was dissolved and stirred at room temperature for 3 hours. The reaction 
5 solution was dumped in 200 ml of ice-bathed methanol to induce precipitation. The precipitate consequently formed 
was separated by filtration and washed with acetone. The product was found to have a dry weight of 0.25 g. 

■ This product was found by elementary analysis to comprise 3.91% of H, 49.72% of C, 9.86% of N, and 9.06% of 
S and possess a compositional formula, C24H27N4O9 48^ 6- On the assumption that all the sulfur atoms originated from 
the introduced sulfonic groups, the polyaniline is substitued by four sulfonic groups per 10 aromatic rings thereof. 
10 When the product was tested for solubility in water at 25*'C, it was found to be completely insoluble in water. 

When the self -doped polyaniline consequently obtained was formed in pellets and tested for electrical conductivity 
by the tour-probe method, the electrical conductivity was found to be 0.98 x IO-2 S/cm. The surface resistance of a 
thin film formed of the polyaniline defined determination because of the insolubility of the polyaniline in water. Example 5 
The FT-IR spectrums of the externally - doped sulfonated polyanilines obtained in Examples 1 and 2 and the self- 
15 doped sulfonated polyaniline obtained in Control are shown respectively in Fig. 1, Fig. 2, and Fig. 3. The spectral 
analysis was effected by preparing a sample of KBr tablets of a given sulfonated polyaniline and assaying the sample 
by the use of an FT-IR spectrometer produced by Perkin Elmer Corp and marketed under product code of "1600." In 
the spectrum obtained of the sulfonated polyaniline of Example 1 . the absorptions at 1172 cm^^ and 1074 cm'i respec- 
tively represent the antisymmetric and symmetric stretching vibrations of 0=S=0 and the absorptions at 703 cm*^ and 
20 615 cm-^ respectively represent stretching vibrations of S-O and C-S. The absorption at 818 cm '' represents the out- 
of-plane stretching vibration of a 1,2, 4-tr(substituted aromatic ring. The absorptions mentioned above were likewise 
found in the spectra of the sulfonated polyanilines of Example 2 and Control. This fact Indicates that all the sulfonated 
polyanilines contained the -SO3- group which was directly bonded to an aromatic ring. As the absorptions characteristic 
for the spectra of the sulfonated polyanilines of Example 1 and Example 2, the broad absorptions observed throughout 
25 the area of 2500 - 3700 cm'^ may be cited. These broad absorptions were due to the probe -O-H stretching vibration 
of the -SO3H group. This fact implies that the -SO3H group was not used as a dopant and was present in a free state. 

Example 6 

30 Aqueous solutions were prepared by neutralizing 1 0 ml of an aqueous solution containing the sulfonated polyaniline 

of Example 1 in a concentration of about 0.2 g/liter with 0, 2. 4. 6, 7, 8, 9. 10. 11 . 12. 14. 16, 17. 18, 19. 20. 22, and 
24 ml severally of an aqueous 1 m.mol/liter sodium hydroxide solution and then diluting the resultant neutralized so- 
lutions with distilled water each to a total volume of 100 ml. The ultraviolet-visible radiation absorption spectra of these 
aqueous solutions are collectively shown in Fig. 4. In the absorption spectrum prior to the addition of sodium hydroxide, 

35 an absorption due to the n -n* transition is found at 316 nm (3.92 eV) and an absorptions due to the Polaron band are 
found near 440 nm (2.82 eV) and 1300 nm (0,95 eV). These absorptions are characteristic for a doped polyaniline. 
Aqueous solutions were prepared by similarly neutralizing the sulfonated polyaniline obtained in Example 2. The ul- 
traviolet-visible absorption spectra of these aqueous solutions are collectively shown in Fig. 5. In the absorption spec- 
trum prior to the addition of sodium hydroxide, an absorption due to the tc -n* transition is found at 318 nm (3.90 eV) 

40 and an absorptions due to the Polaron band are found near 440 nm (2.82 eV) and 1 300 nm (0.95 eV). These absorptions 
are characteristic for a doped polyaniline which are similarly found in the absorption spectrum of the sulfonated poly- 
aniline of Example 1, though the absorptions of Example 2 are greater in intensity than those of Example 1. This fact 
implies that the sulfonated polyaniline of Example 2 was doped more with the external dopant. The 71 -n* transition 
absorptions (3.92 eV and 3.90 eV) of the sulfonated polyanilines of Examples 1 and 2 are shifted toward the shorter 

45 wavelength side as compared with the tc -tt* transition absorption (3.81 eV) of the unsubstituted polyaniline salt or the 
n -n* transition absorption (3.88 eV) of the self -doped polyaniline of Control. This short wavelength shift may be logically 
explained by a supposition that the aromatic rings of polyaniline are twisted and the conjugation is weakened by the 
sleric repulsion of the substituted -S03- group. This shift, therefore, serves as an index which grows in proportion to 
an increase in the number of -SO3- groups to be introduced. This theory is consistent with the fact that the sulfonated 

50 polyaniline of Example 1 has about one -SO3H group per aromatic ring and the sulfonated polyaniline of Example 2 
has 3 -SO3H groups per 4 aromatic rings, whereas the self-doped polyaniline of Control has about one -S03-group 
per two aromatic rings. 

As the sulfonated polyanilines of Examples 1 and 2 are gradually neutralized with sodium hydroxide, the absorption 
spectra thereof show virtually no change while the amount of sodium hydroxide added is still small, begin to change 
55 when the amount passes a certain level and increases rapidly, and ultimately cease to change even when the amount 
increases any further. This trend is evident from the curve of Fig. 6 obtained by plotting the Polaron band absorption 
at 1300 nm of the sulfonated polyaniline of Example 1 relative to the amount of sodium hydroxide added. From the 
results shown above, it is clear that the free protons of the -SO3H group are gradually neutralized with sodium hydroxide 
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while the amount of sodium hydroxide added is still small and the undoping action is initiated after the neutralization 
is completed. 

Aqueous solutions containing the sulfonated polyanilines of Example 1 and Example 2 in a concentration of about 
0.1 mol/liter were prepared and subjected to neutralizing titration with an aqueous 0.1 mol/liter sodium hydroxide so- 

5 lution by the use of an automatic titrating apparatus produced by Hiranuma Sangyo K.K. and marketed under trademark 
designation of "Comtite-SOO type." The results are shown in Fig. 7. In the curve obtained of the sulfonated polyaniline 
of Example 1 , two end points are detected at 6.8 ml and 9.6 m) of the volume of the aqueous sodium hydroxide solution 
added and they respectively correspond to the neutralization and the undoping of the -SO3H group. The number of 
-SO3H groups calculated from the results shown above is slightly over 3 per 4 aromatic rings ol the polyaniline and 

10 the doping ratio is found to be 0.31 (61%). In the curve obtained of the sulfonated polyaniline of Example 2, two end 
points are detected at 6.4 ml and 1 0. 1 ml of the volume of the sulfonated polyaniline of Example 2 and they respectively 
correspond to the neutralization and the undoping of the -SO3H group similarly to the curve of the sulfonated polyaniline 
of Example 1 . The number of -SO3H groups calculated from the results shown above is slightly over 2 per 4 aromatic 
rings of the polyaniline and the doping ratio is found to be 0.30 (60%). Since the numbers of -SO3H groups found as 

IS above are both smaller than those found by the elementary analysis, it is not unlikely that all the sulfur atoms of the 
sulfonated polyanilines of Example 1 and Example 2 did not originate from the -SO3H groups. It is at least certain, 
however, that the polyanilines introduced not less than 2 -SO3H groups per 4 aromatic rings thereof. 

Example 7 

20 

Coating liquids were prepared by dissolving the sulfonated polyanilines of Examples 1 , 2, 3, and 4, each in 0.1 g, 
together with 0.1 g of poly(acrylic acid) (average molecular weight 2, 000) produced by Aldrich Chemical Company, 
Inc. in 4 ml of deionized water and they were applied one each to cleaned slide glasses by the technique of spin coating. 
The obtained thin films were dried at 60**C for 1 hour. Consequently, light green transparent films were obtained. These 
25 sulfonated polyaniline-poly(acrylic acid) resin compositions of Examples 1 , 2, 3, and 4, with a vacuum deposited gold 
electrode, were tested for surface resistance. Their surface resistances were found respectively to be 6.30 x 10^ Qd, 
6.0 x 106 oa, 3.82 X IQii Q/D. and 5.12 x 10^0 Q/D. 

Example 8 

30 

A coating liquid was prepared by dissolving 0.1 g of the sulfonated polyaniline obtained in Example 1 in 5 ml of 
deionized water. When this coating liquid was left flowing down through a filter. 0.2 ^m in pore diameter, it completely 
passed the filter without leaving any solid particle behind thereon. This aqueous solution was applied to a cleaned slide 
glass by the technique of spin coating. When the thin film was dried at 60'C for 1 hour, a light bluish green transparent 
35 film. 0.20 \xm in thickness, was obtained. This film was found by a test to have a surface resistance of 1 .0 x 10^ Q/B. 

Example 9 

A coating liquid was prepared by dissolving 0.1 g of the sulfonated polyaniline obtained in Example 2 in 5 mt of 
40 deionized water. When this coating liquid was left flowing down through a filter, 0.2 ^m in pore diameter, it completely 
passed the filter without leaving any solid particle behind thereon. This aqueous solution was applied to a cleaned slide 
glass by the technique of spin coating. When the thin film was dried at 60*C for 1 hour, a light green transparent film, 
0.26 [im in thickness, was obtained. This film was found by a test to have a surface resistance of 2,6 x 10^ Q/D. 

45 Example 10 

Aqueous solutions having a solid content of 5% were prepared by mixing the sulfonated polyaniline obtained in 
Example 2 with polyacrylic acid having an average molecular weight of 10,000 (produced by Nippon Shokubai Co., 
Ltd. and marketed under trademark designation of "Aqualic HL-41 5") at varying weight ratios. These aqueous solutions 
so were applied one each to slide glasses by the technique of spin coating to produce thin films. The thin films were tested 
for surface resistance. The results are shown collectively in Fig. 8. They indicate that the surface resistance decreased 
exponentially in accordance as the ratio of sulfonatedpolyaniline to the total solids content increased. The antistatic 
agent of this Invention, therefore, is characterized by having the electrical resistance thereof freely controlled by simply 
varying the ratio of the sulfonated polyaniline. 

55 

Example 11 

Aqu ous solutions having a solid content of 5% were prepared by mixing the sulfonated polyaniline obtained In 
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Example 2 with the following polymers at a weight ratio of 1 : 1 . 

Poly(ethylene glycol) (PEG) of an average molecular weight of 20.000: produced by Wako Pure Chemical Indus- 
tries. Ltd. 

Poly(vinyl pyrrolidone) (PVP) of an average molecular weight of 40,000: produced by Tokyo Chemical Industry 
Co., Ltd. and marketed under product code of "K-SO." 

Poly (vinyl alcohol) (PVA) : produced by Kuraray Co., Ltd. And marketed under product code of •117H.'' 
Polyacrylamide (PAAM): produced by Wako Pure Chemical Industries, Ltd. 

Poly(sodium acrylate) (PS AA): produced by Nippon Shokubai Co. , Ltd. and marketed under trademark designation 
of ''AqualicDL-40S." 

Poly(acrylic acid) (PAA) of an average molecular weight of 10, 000: produced by Nippon Shokubai Co., Ltd. and 
marketed under trademark designation of "Aqualic HL-AIS." 

Poly(2-acrylamide-2 -methyl propane sulfonic acid) (PAMPS) obtained by polymerizing 2-acrylamide-2-methyl pro- 
pane sulfonic acid: produced by Nitto Chemical Industry Co., Ltd. 

Poly(sodium styrene sulfonate) (PSSS) of an average molecular weight of 70,000: produced by Aldrich Chemical 
Company, Inc. 

Poly(styrene sulfonic acid)(PSS) obtained by acidifying the PSSS mentioned above with an ion-exchange resin 
produced by Japan Organo Co., Ltd. and marketed under trademark designation of "Amberlite IR-118." 

Poly (vinyl sulfonic acid) (PVS) obtained by acidifying the polysodium vinyl sulfonate produced by Aldrich Chemical 
Company, Inc. with an ion-exchange resin produced by Japan Organo Co., Ltd. and marketed under trademark des- 
ignation of "Amberlite IR-118." 

The aqueous solutions mentioned above were applied one each to slide glasses by the technique of spin coating to 
produce thin films. The thin films were tested for surface resistance, transmittance, film-forming property, and trans- 
parency. The results are shown collectively in Table 1 . 



Table 1 



Mixed polymer 


Surface resistance (^i/D) 


Tansmittance (%) 


Film-forming property 


Transparency 


PEG 


2.2 X 109 


66-89 


X 


O 


PVP 


4.7 X 109 


70-91 


X 


O 


PVA 


9.5 X 107 


43-80 


O 


O 


PAAM 


1.1 X 108 


31-72 


o 


O 


PSAA 


6.6 X 108 


63-87 


X 


O 


PAA 


4.4 X 107 


46-80 


o 


O 


PAMPS 


2.5 X 107 


24-31 


A 


X 


PSSS 


4.9 X 107 


21-41 


X 


X 


PSS 


5.6 X 107 


28-47 


X 


X 


PVS 


6.6 X 106 


17-51 


A 


X 



The film-forming property and the transparency mentioned in the table were rated on the following scales. 



(Film-forming property) 


O 


Permitting even application 




A 


Pemnitting application unevenly 




X 


Too repulsive to permit application 


(Transparency) 


O 


Transparent 




X 


Turbid 



It is clear from the results of Table 1 atwDve that poly(vinyl alcohol), polyacrylamide, and poly (acrylic acid) are 
excellent polymers for blending. 

Example 12 

Coating liquids of varying concentrations were prepared by dissolving the sulfonated polyaniline obtained in Ex- 
ample 2 in deionized water. These coating liquids were applied one each to cleaned slide glasses by the technique of 
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spin coating. The thin films consequently formed were dried at 60**C ror 1 hour to produce transparent films of varying 
wall thicknesses. These films were tested for wall thickness, surface resistance, and transmlttance. The results are 
shown in Table 2. 



Table 2 



Thickness of film (|.tm) 


Surface resistance (O/D) 


Transmlttance (%) - Minimum - Maximum 


0.38 


6.0 X 105 


28-71 


0.26 


2.6 X 106 


40-75 


0.11 


4.5 X 10^ 


67-87 


0.046 


2.2 X 10^ 


85-95 


0.018 


3.5 X 108 


94-98 


<3nm 


2.0 X 1010 


-100 



It is clear from the results of Table 2 that even the very thin films, less than 3 nm in wall thickness, retained an 
antistatic effect. 

Example 13 

When an aqueous solution containing the sulfonated polyaniline obtained in Example 2 in a concentration of 5% 
by weight was tried for application to a poly(ethylene terephthatate) (PET) film by the technique of spin coating, it was 
repelled by the film and could not be easily applied thereto. 
25 . An aqueous solution having a solid content of 5% by weight was prepared by mixing the sulfonated polyaniMne 
obtained in Example 2 with poly(acrylic acid) of an average molecular weight of 800,000 (produced by Nippon Shokubai 
Co., Ltd. and marketed under trademark designation of "Aqualic HL-SSO") at a weight ratio of solids of 1 : 1 . When this 
aqueous solution was applied on the PET film, it was not repelled by the film but allowed to produce a snrK>oth trans- 
parent film. 

30 

Example 14 

To an aqueous solution containing the sulfonated polyaniline obtained in Example 2 in a concentration of 5% by 
weight. poly(ethylene glycol) digtycidyl ether (produced by Nagase Kasei Kogyo K.K. and marketed under trademark 
3S designation of "Denacol EK-81 0") was added as a cross-linking agent in an amount calculated to form a proportion of 
3% by weight of the total amount of solids. This aqueous solution was applied to a slide glass by the technique of spin 
coating to produce a thin film. The thin film was heated at 200"C for 3 minutes. The thin film was insolubilized by the 
heating and, when exposed to water, did not flow out of the slide glass. 

Example 15 

An aqueous solution having a solid content of 5% by weight was prepared by mixing the sulfonated polyaniline 
obtained in Example 2 with poly(acry lie acid) of an average molecular weight of 800,000 (produced by Nippon Shokubai 
Co., Ltd. and marketed under trademark designation of "Aqualic HL-580") at a weight ratio of solids of 1 : 1 . This 
45 aqueous solution was applied to a slide glass by the technique of spin coating to produce a thin film. The thin film was 
heated at 200**C for 3 minutes. The thin film was insolubilized by the heating and. when exposed to water, did not flow 
out of the slide glass. 

Example 16 

so 

Aqueous solutions having a solid content of 2.5% by weight were prepared by mixing the sulfonated polyaniline 
obtained in Example 2 with polyacrylic acid of an average molecular weight of 800.000 (produced by Nippon Shokubai 
Co., Ltd. and marketed under trademark designation of "Aqualic HL-580") at varying weight ratios of solids. These 
aqueous solutions were applied one each to poly(ethylene terephthalate) (PET) films to produce coatings. These coat- 
55 ings wer tested for surfac resistance, transmittance. and coating property They were insolubillz d by application of 
heat at 200'*C for thr minutes and then tested for adhesiveness, strength, and r sistanc to water. The results ar 
shown in Table 3. 
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Table 3 



Mixing ratio 


Surface 
resistance (Q/ 


Transmittance 
(%) 


Coating 
property 


After heating at 2O0'C for 3 minutes 


Adhesiveness 


Strength 


Resistance to 
water 


9/1 


9.7 X 106 


77-91 


O 


O 


A 


O 


8/2 


1.2 X 10^ 


76-90 


O 


O 


O 


O 


7/3 


1.6 X 107 


79-92 


O 


O 


O 


o 


6/4 


3.4 X 107 


78-92 


O 


O 


O 


o 


5/5 


6.4 X 107 


. 82-94 


O 


O 


O 


o 



10 



IS 



20 



25 



The connponents involved in the mixing ratio and the scales used for rating the coating property, adhesiveness, 
strength, and resistance to waternnentioned in the table above are shown below. 
(Mixing ratio) Sulfonated polyaniline/polyacrylic acid 



(Coating property) 



O [ Permitting even application 
A 1 Permitting application unevenly 
X I Too repulsive to permit application 



(Adhesiveness) This property was determined by applying an adhesive cellophane tape to a sample and 
peeling the tape from the sample and examining the sample to find whether or not the peeling separated the sample 
from the substrate. 



30 



35 



40 



O : Absolutely no separation 
A : Partial separation 
X : Complete separation 

(Strength) This property was determined by rubbing a finger nail against a sample and examining the sample to 
find whether or not the rubbing caused separation. 

O : Perfect absence of separation 
A : Partial separation 
X : Complete separation 

(Resistance to water) This property was determined by dipping a sample in water and examining the sample to 
find whether or not the coating flowed out of the substrate. 



45 



SO 



55 



O : Perfect absence of flowout 
X : Partial flowout 

Example 17 

An aqueous solution having a solid content of 5% by weight was prepared by mixing the sulfonated polyaniline 
obtained in Example 2 with an acrylic polymer emulsion (produced by Nippon Shokubai Co., Ltd. and nr^rketed under 
trademark designation of "Acryset EX-16") at a weight ratio of solids of 1 : 1. When this solution was applied to a poly 
(ethylene terephthalate) (PET) film, it lomned an even transparent thin film. It was found by a test to have a surface 
resistance of 1 .9 x 10^ Q/D. This thin film possessed ample resistance to water and. when exposed to water, did not 
flow out of the substrate. When this thin film was hardened by being heated at 1 50°C for 1 hour, it acquired adhesiveness 
fast enough to resist separation when an adhesive cellophane tape was applied ther to and subsequently peeled off 
and strength great enough to resist separation when a finger nail was rubbed thereagainst. 

The entire disclosure of Japanese Patent Application No. 08-147,476 filed on June 10, 1996, Japanese Patent 
Application No. 09-75, 688 filed on March 27, 1997 and Japanese Patent Application No. 09-88,051 filed on April 7, 
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1997 including specifications, claims, drawings and summaries are incorporated herein by reference in its entirely. 



Claims 

5 

1. A water-soluble electrically-conductive polyaniline. aromatic rings of the skeleton of which are substituted by an 
average of 0.1 - 4 SO3M compounds, wherein I\/l represents at least one member selected from the class consisting 
of hydrogen atom, alkali metal atom, alkaline earth metal atom, and ammonium group, and also substituted by an 
average of 0 - 3.9 R's, wherein R represents at least one member selected from the class consisting of hydrogen 

10 atom, halogen atom, alkyi group of 1 - 20 carbon atom, alkoxy group of 1 - 20 carbon atoms, alkylthio group of 1 

- 20 carbon atoms, alkyfamino group of 1 - 20 carbon atoms, carboxyl group, carboxylic ester group having ester 
residues of 1 - 20 carbon atoms, nitro group, and cyano group, providing that the total of the number of SO3M and 
that of R is 4, per aromatic ring and 0.025 - 1 nitrogen atom of each of the nitrogen atoms in said main skeleton 
is doped with an external dopant. 

IS 

2. A water-soluble electrically-conductive polyaniline. characterized by exhibiting solubility (25'C) in water of not less 
than 0.5% by weight in the state having electrical conductivity of not less than ia® S/cm and being doped with an 
external dopant. 

20 3 A vvatGr-SGluble elGclriGally-GGRductive polyaniline according to claim 1 or 2. wherein the externa! dopant is the 
anion of a protonic acid. 

4. A method for the production of a water-soluble electrically-conductive polyaniline set forth in claim 1 , characterized 
by subjecting polyaniline to hydrolysis after it has undergone a reaction with chlorosulfuric acid. 

25 

5. A method according to claim 4, wherein said polyaniline is doped in advance with a dopant. 

6. A method according to claim 4 or 5, wherein said chlorosulfuric acid Is used in an amount in the range of 0.5 - 3 
mols per mol of the aromatic ring in the skeleton of polyaniline. 

30 

7. An antistatic agent using a water-soluble electrically-conductive polymer doped with an external dopant. 

8. An antistatic agent using a water-soluble electrically-conductive polymer, aromatic rings of the skeleton of which 
polymer are substituted by an average of 0.1 - 4 SO^U compounds, wherein M represents at least one member 

3S selected from the class consisting of hydrogen atom, alkali metal atom, alkaline earth metal atom, and an ammo- 

nium group, and also substituted by an average of 0 - 3.9 R's. wherein R represents at least one member selected 
from the class consisting of hydrogen atom, halogen atom. alkyI group of 1 - 20 carbon atoms, alkoxy group of 1 

- 20 carbon atoms, alkylthio group of 1 - 20 carbon atoms, alkylamino group of 1 -20 carbon atoms, carboxyl group, 
carboxylic ester group having ester residues of 1 - 20 carbon atoms, a nitro group, and a cyano group, providing 

40 that the total of the number of SO3M and that of R is 4. per aromatic ring and 0.025 - 1 nitrogen atom of each of 

the nitrogen atoms in said main skeleton is doped with an external dopant. 

9. An antistatic agent using a water-soluble electrically-conductive polymer, characterized by exhibiting solubility 
(25*'C) in water of not less than 0.5% by weight in the state having electrical conductivity of not less than la® S/ 

45 cm and being doped with an external dopant. 

10. An antistatic agent using a water-soluble electrically-conductive polymer set forth in any of claims 7 through 9 
above, wherein the external dopant is the anion of a protonic acid. 

so 11. An antistatic agent using a water-soluble electrically-conductive polymer set forth in claim 7 above as mixed with 
a water-soluble or water-dispersible polymer. 

12. An antistatic agent according to claim 11 above, wherein said water-soluble or water-dispersible polymer is an 
acrylic polymer. 

55 
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FIG. 3 
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FIG. 4 
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FIG. 6 
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FIG. 7 
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(57) The water-soluble electrically-conductive poly- 
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0.1-4 sulfonic acid (salt) groups and an average of 0 - 
3.9 H's or other substituents (providing that the total of 
the number of sulfonic acids (salts) and that of other sub- 
stituents is 4) per aromatic ring and 0.025 - 1 nitrogen 



atom of each of the nitrogen atoms in the main skeleton 
is doped with an external dopant. It is obtained by caus- 
ing polyaniline to react with chlorosulfuric acid and then 
subjecting the reaction product to hydrolysis. 

The antistatic agent of this invention is formed by 
using a water-soluble electrically-conductive polymer 
which has been doped with an external dopant. 
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